SAMPLING OF IRON AND STEEL

431

TABLE XXII

Samples taken
	Phosphorus, per cent
	Sulfur, per cent

By planing over the whole cross-section at "a" (Fig. 96), i.e., only from the outer zone. .... Planing over the section to include both outer and inner zones ...........................
	0.048 0.085
	0.033
 Not determined

From the inner zone, K ............ , ........
	0.110
	0.101


	
	

